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Description 

Background of the Invention 

Periodontal disease is a highly prevalent disease 
affecting 90% of the population. Surgery is one of the 
primary courses of therapy. It assists the patient in 
home management of the disease but does not result 
in the restoration of lost periodontium. If surgical ther- 
apy could be enhanced to restore the periodontium 
the patient benefits of the procedure would inaease. 

Successful periodontal restoration is known to 
occur if periodontal ligament cells are allowed to co- 
lonize root surfaces preferentially over gingival epi- 
thelial cells, gingival fibroblasts or osteoblasts. Sev- 
eral studies have been conducted which have eluci- 
dated this fundamental mechanism and illustrated its 
importance in obtaining successful periodontal re- 
storation. 

It has been demonstrated that microporous mem- 
branes applied beneath periodontal flaps during sur- 
gery physically occlude epithelial cells from apically 
migrating along the root surface. The subsequent re- 
colonization of the root surface by gingival fibroblasts 
results in a more selective population of the root sur- 
face by periodontal ligament cells, 

A number of membranes have been studied in- 
cluding a Millipore® filter and a Teflon membrane. 
The Teflon membrane is marketed under the trade- 
mark GORE-TEX. A disadvantage of the Millipore® 
and GORE-TEX® membranes is the need for a sec- 
ond surgical entry to remove the membrane. Accord- 
ingly, a membrane for periodontal restoration that is 
biodegradable in the body would eliminate the need 
for a second surgical entry and be beneficial to the 
patient and surgeon from both cost and morbidity 
stand points. 

The use of bioabsorbable membranes has been 
reported. These include microfibrillar collagen, a 
polygalactin (Vicryl®) mesh, and a polylactic acid 
membrane. Results achieved with these biodegrad- 
able membranes as well as the Millipore® and 
GORE-TEX® materials to induce guided tissue re- 
generation have been variable. Precise cutting of 
membranes and placement over the treatment site 
can be difficult, time consuming and unpredictable in 
therapeutic outcome. Higher incidence of infection 
has also been reported with the nonbiodegradable 
membranes. The collagen membranes have given va- 
riable degradation times in use and there is the con- 
cern for an immunological response to a foreign pro- 
tein with this material. 

There has not heretofor been provided a barrier 
membrane for tissue regeneration comprising a totally 
synthetic biodegradable material that can be placed 
in the repair site to form a m mbrane having the pre- 
cis geometry n eded for that location and the opti- 
mum porosity to prevent epithelial tissue down- 



growth. 

Summary of the Invention 

5 The present invention relates to the use of biode- 

gradable polymers to promote guided tissue regener- 
ation. These polymers can be uniquely administered 
in liquid form, for example, with a syringe and needle, 
brush, or pressure applicator to a periodontal pocket 
10 or surgical site. When administered the liquid system 
coagulates or cures(sets) in a short time to form a sol- 
id or gelatinous implant. Before the liquid system sets, 
the dental professional is able to manipulate the sys- 
tem to gain optimum conformity to the treatment site 
15 and overcome placement difficulties inherent in non- 
liquid systems. 

The biodegradable liquid system is also designed 
to generate a porous structure when coagulated or 
cured into the barrier membrane. In this respect, the 
20 membrane is similar to the Millipore® and GORE- 
TEX® membranes which have been shown to work in 
humans. It is also similar to the Vicryl® mesh mem- 
brane except for the size of the pores. Based upon lit- 
erature references and examination of the GORE- 
25 TEX® membrane, a minimum pore size of about 3 mi- 
crons and a maximum pore size of approximately 500 
microns is needed for an effective tissue barrier prod- 
uct. If the pore size is too small, the epithelial ceils 
simply grow around the barrier if the pores are to 
30 large, the epithelial cells grow through the membrane 
and fill the defect with the wrong type of tissue. But 
with the correct pore size, the cells grow into the 
structure to a certain point where they are prevented 
from growing through or around the barrier. The con- 
35 nective tissue cells also grow into the microporous 
membrane and block any tendency for downward mi- 
gration of epithelial cells. In addition, the porous bar- 
rier permits the diffusion of essential nutrients and 
growth factors to the area being repaired. 
40 The number of pores or the percent porosity of 
the membrane has also been found to be critical to 
the success of the barrier in regenerating new tissue. 
If only a few pores are present, the cells that grow into 
the membrane will be unable to prevent epithelial mi- 
45 gration and invagination of the membrane. If there are 
too many pores, then the membrane will have little 
structural integrity and it will fracture in use. When 
this occurs, the membrane does not provide a barrier 
to ceil migration. Consequently, the porous structure 
50 described in the present invention is essential to prop- 
er tissue regeneration and substantially different from 
the polylactic acid membranes described in the liter- 
ature. The m mbrane-forming biodegradable liquid 
polymer system and the porous structure of the bio- 
55 degradable polymer membrane represent a new and 
improved system over that of previous synthetic bio- 
d gradable polymer membranes for p riodontal tis- 
sue regeneration. 
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The membrane-forming liquid polymer systenis 
are formulated from biodegradable polymers and co- 
polymers comprising thermoplastic and thermoset- 
ting polymer systems. A thermoplastic system is pro- 
vided in which a solid biodegradable polymer or copo- 
lymer is dissolved in a solvent, which is nontoxic and 
water miscible, to form a liquid solution. Once the 
polymer solution is placed into the body where there 
is sufficient water, the solvent dissipates or diffuses 
away from the polymer, leaving the polymer to coag- 
ulate or solidify into a solid structure which can serve 
as a barrier membrane. Alternatively, the liquid can 
be set outside of the body so that the dental profes- 
sional can shape the material to fit the site of appli- 
cation. To obtain the porous structure needed for op- 
timum barrier properties, water-soluble materials are 
incorporated into the polymer solution. These water- 
soluble materials may be solid particles such as sugar 
or salt crystals, polymers not soluble in the biode- 
gradable polymer or its carrier solvent, or polymers 
that are also soluble in the solvent for the biodegrad- 
able polymer. 

Biologically active agents can also be incorporat- 
ed into the polymer to provide a porous sfructure as 
well as to produce a biological effect For these sys- 
tems, the biologically active agent is added to the 
polymer solution where it is either dissolved to form 
a homogenous solution or dispersed to form a sus- 
pension or dispersion of drug within the polymeric 
solution. When the polymer solution is exposed to 
body fluids or water, the solvent diffuses away from 
the polymer-drug mixture and water diffuses into the 
mixture where it coagulates the polymer thereby trap- 
ping or encapsulating the drug within the polymeric 
matrix as the implant solidifies. The release of the 
drug then follows the general rules for diffusion or 
dissolution of a drug from within the polymeric matrbc. 
The dissolution of the biologically active agent cre- 
ates pores in the polymer membrane into which" the 
cells can penetrate. The size of the pores generated 
is dependent upon the partide size of the drug or the 
water-soluble particle if the material Is dispersed 
within the polymer matrix. If the drug or material is 
soluble in the polymer solution, then the quantity and 
the uniformity of the distribution of the material within 
the polymer matrix as the polymer coagulates will de- 
termine the size of the pores when the agent or ma- 
terial is released or dissolved out of the solid polymer 
matrix. 

The other liquid polymer system which can be 
used to generate the barrier membrane in-situ is a 
thermosetting system comprising reactive, liquid, oli- 
gomeric polymers which contain no solvents and 
which cure in place to form solids, usually with the ad- 
dition of a curing catalyst The liquid oligomeric poly- 
mers useful inth thermosetting system are first syn- 
thesiz d via copolymerizadon of either DL-lactide or 
L-lactide with e-caprolactone using a multifunctional 



polyol initiator and a catalyst to form polyol-terminat- 
ed prepolymers. The polyol-terminated prepolymers 
are then converted to acrylic ester-terminated prepo- 
5 lymers, preferably by acylation of the alcohol termi- 
nus with acryioyi chloride via a Schotten-Baumann- 
like technique. I.e.. reac^on of acyi halides with alco- 
hols. The acrylic ester-terminated prepolymers may 
also be synthesized in a number of other ways, in- 
to duding but not limited to, reaction of carboxylic acids, 
i.e.. acrylic or methacrylic acid with alcohols, reaction 
of carboxylic acid esters i.e., methyl acrylate or me- 
thyl methacrylate with alcohols by transesterifica- 
tion, and reaction of isocyanatoalkyi acrylates i.e., 
15 isocyanatoethyi methacrylate with alcohols. 

The liquid acrylic-terminated prepolymer is 
cured, preferably by the addition of benzoyl peroxide 
or azobisisobutyronitrile, to a more solid structure. 
Thus, for a barrier membrane utilizing these cross- 
20 linkable polymers, the catalysts is added to the liquid 
acrylic-terminated prepolymer immediately prior to 
injection into the body. Once in the repair site, the 
crosslinking reaction will proceed until sufficient mo- 
lecular weight has been obtained to cause the poly- 
25 mer to solidify and form the barrier membrane. The 
liquid prepolymer can also be formed and cured out- 
side of the tissue repair site to give a membrane with 
the exact dimensions needed for that location. The 
thermosetting polymers may be made porous by the 
30 same techniques described above for the thermo- 
plastic polymers. Water-soluble components such as 
sodium chloride, sodium carbonate, sugar, citric acid, 
and polymers such as poly(vinyl pyrrolidone) and 
poly{ethylene glycol) may be incorporated into the liq- 
35 uid prepolymer before it is cured. Biologically active 
agents that release or dissolve out of the solid poly- 
mer matrix may also be used to create a porous struc- 
ture as well as a biological effect. 

In both the thermoplastic and the thermosetting 
40 systems, the advantages of liquid application are ach- 
ieved. For example, the polymer may be injected via 
syringe and needle into the periodontal pocket or sur- 
gical site while it is in liquid form and then left in-situ 
to form a solid, microporous, biodegradable barrier 
45 membrane or implant structure. Alternatively, the liq- 
uid system can be set outside of the body so it can be 
shaped or molded to a site. In addition to providing a 
porous barrier membrane, those liquid polymers con- 
taining biologically active agents may be used to stim- 
50 ulate or accelerate tissue repair by serving as a drug 
delivery vehicle also. As such, the liquid polymer may 
be injected directly into the area of tissue needing re- 
pair. The release of the active agents will stimulate 
cellular activity and the porous structure of the inv 
55 plant will allow tissue ingrowth and subsequent tissue 
repair as the polymer biodegrades. 

Th t rm "biologically active agenr means a 
drug or some other substance capable of producing 
a physfological effect on a body. Drugs suitable for 
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the purpose of restoring the periodontium are of syn- 
thetic and natural origin. Such drugs are termed tis- 
sue repair mediators and indude but are not limited to 
fibronecUn (FN), endothelial cell growth factor 
(ECGF), cementum attachment extracts (CAE), ke- 
tanserin. human growth hormone (HGH), animal 
growth hormones, fibroblast growth factor (FGF). 
platelet derived growth factor (PDGF). epidermal 
growth factor (EGF), interieukin-1 (IL-1). transform- 
ing growth factor (TGFp-2). insulin-like growth factor 
n (ILGF-II). human alpha thrombin (HAT), osteoinduc- 
tive factor (OIF), bone morphogenetic protein (BMP), 
and releasing factors for any of the above. The inter- 
action of these biochemical mediators and cellular ex- 
tracts with regenerative cells has been discussed in 
the literature. Other drugs such as antibiotics or an- 
timicrobial agents can also added to the liquid poly- 
mer to give membranes or implants which prevent an 
infection. 

It is an object of the present invention to provide 
a method to aid in the restoration of the periodontium 
through guided tissue regeneration by physical barri- 
er means. 

It is also an object of the present invention to pro- 
vide a method to aid in the restoration of the period- 
ontium by serving as a controlled release delivery 
system for mediators that stimulate periodontal tissue 
repair. 

It is also an object of the present invention to pro- 
vide a method to assist in the restoration of the peri- 
odontium simultaneously through guided tissue re- 
generation by barrier means and the controlled re- 
lease of mediators that stimulate periodontal tissue 
repair. 

It is also an object of the present invention to pro- 
vide an in-situ forming microporous implant to serve 
as a physical barrier or delivery system for tissue re- 
pair mediators. 

It is also an object of this invention to provide a 
method to prevent infection by the incorporation of 
antimicrobial agents into the system while aiding in 
the restoration of the periodontium through physical 
barrier means and/or the delivery of tissue repair me- 
diators. 

Detailed Description of the Invention 

The present invention relates to in-situ forming 
biodegradable microporous membranes or implants 
that can be used to aid in the restoration of the peri- 
odontium by the principal of guided tissue regenera- 
tion and/or delivery of biochemical mediators to re- 
store the periodontium. Two types of biodegradable 
polymers described for these purposes are thermo- 
plastic polymers dissolved in a biocompatible solvent 
and thermosetting p lymers that ar liquids without 
th use of solvents. 



A. Thermoplastic System 

At hermoplastic system is provided in which a sol- 
5 id. linear-chain, biodegradable polymer is dissolved in 
a biocompatible solvent to form a liquid, which can 
then be administered via a syringe and n edie. Exam- 
ples of biodegradable polymers which can be used in 
this application are polylactides, polyglycolides. poly- 
10 caprolactones. polyanhydrides. polyamides. polyur- 
ethanes, polyesteramides, polyorthoesters. poly- 
dioxanones, polyacetals. polyketals. polycarbonates, 
polyorthocarbonates. polyphosphazenes. polyhy- 
droxybutyrates. polyhydroxyvalerates. polyalkylene 
15 oxalates, polyalkylene succinates. poIy(malic acid), 
poly(amino acids), polyvinylpyrrolidone, polyethy- 
lene glycol, polyhydroxycellulose. chitin. chitosan. 
and copolymers, terpolymers. or combinations or ma- 
tures of the above materials. The preferred polymers 
20 are those which have lower degree of crystallization 
and are more hydrophobic. These polymers and co- 
polymers are more soluble in the biocompatible sol- 
vents than the highly crystalline polymers such as 
polyglycolide and chitin which also have a high de- 
25 gree of hydrogen-bonding. Preferred materials with 
the desired solubility parameters are the polylac- 
tides. polycaprolactones. and copolymers of these 
with each other and glycolide in which there are more 
amorphous regions to enhance solubility. 
30 It is also preferred that the solvent for the biode- 

gradable polymer be non-toxic, water misclble. and 
otherwise biocompatible. Solvents that are toxic 
should not be used to inject any material into a living 
body. The solvents must also be biocompatible so 
35 that they do not cause severe tissue irritation or nec- 
rosis at the site of implantation. Furthermore, the sol- 
vent should be water miscible so that is will diffuse 
quickly into the body fluids and allow water to perme- 
ate into the polymer solution and cause it to coagulate 
40 or solidify. Examples of such solvents include N-me- 
thyl-2-pyrrolidone. 2-pyrro!idone. ethanol, propylene 
glycol, acetone, methyl acetate, ethyl acetate, ethyl 
lactate, methyl ethyl ketone, dimethylformamide. di- 
methyl sulfoxide, dimethyl sulfone. tetrahydrofuran. 
45 caprolactam, decylmethylsulfoxide, oleic acid. N.N- 
diethyl-nvtoluamide, and 1-dodecylazacycloheptan- 
2-one. The preferred solvents are N-methyl-2-pyrro- 
lidone, 2-pyrrolidone, dimethyl sulfoxide, and acet- 
one because of their solvating ability and their conv 
50 patlbility. 

The solubility of the biodegradable polymers in 
the various solvents will differ depending upon their 
crystallinity. their hydrophilicity. hydrogen-bonding, 
and molecular weight Thus, not all of the biodegrad- 
55 able polymers will be soluble in the same solvent, but 
each polymer or copolymer should have its optimum 
solvent. Lower molecular-w ight polymers will nor- 
mally dissolve more readily in the solvents than high- 
molecular-weight polymers. As a result, the concen- 
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tration of a polymer dissolved in the various solvents 
will differ depending upon type of polymer and its mo- 
lecular weight Conversely, the higher molecular- 
weight polymers will normally tend to coagulate or sol- 
idify faster than the very low-molecular-weight poly- 
mers. Moreover the higher molecular-weight poly- 
mers will tend to give higher solution viscosities than 
the low-molecular-weight materials. Thus for opti- 
mum injection efficiency, the molecular weight and 
the concentration of the polymer in the solvent have 
to be controlled. 

For polymers that tend to coagulate slowly, a sol- 
vent mixture can be used to increase the coagulation 
rate. Thus one liquid component of the mixture is a 
good solvent for the polymer, and the other compo- 
nent is a poorer solvent or a non-solvent The two liq- 
uids are mixed at a ratio such that the polymer is still 
soluble but precipitates with the slightest physiologi- 
cal environment By necessity, the solvent system 
must be miscible with both the polymer and water. 

In one envisioned use of the thermoplastic sys- 
tem, the polymer solution is placed in a syringe and 
injected through a needle into the periodontal site. 
Once in place, the solvent dissipates, the remaining 
polymer solidifies, and a solid structure such as a 
membrane or implant is formed. The polymer will ad- 
here to the surrounding tissue or bone by mechanical 
forces and can assume the shape of the periodontal 
pocket or surgical site. Unlike collagen implants, the 
degradation time of the polymer can be varied from a 
few weeks to years depending upon the polymer se- 
lected and its molecular weight The injectable system 
can also be used to adhere gingival tissue to other tis- 
sue or other implants to tissue by virtue of its mech- 
anical bonding. Another envisioned use of the liquid 
polymer system is to provide a drug-delivery system. 
In this use, a bloactive agent is added to the polymer 
solution prior to injection, and then the polymer/sol- 
vent/agent mixture is injected into the body. In some 
cases, the drug will also be soluble in the solvent, and 
a homogenous solution of polymer and drug will be 
available for injection. In other cases, the drug will not 
be soluble in the solvent, and a suspension or disper- 
sion of the drug in the polymer solution will result 
This suspension or dispersion can also be injected 
into the body. In either case, the solvent will dissipate 
and the polymer will solidify and entrap or encase the 
drug within the solid matrix. The release of drug from 
these solid implants will follow the same general rules 
for release of a drug from a monolithic polymeric de- 
vice. The release of drug can be affected by the size 
and shape of the implant, the loading of drug within 
th implant, th permeability factors involving the 
drug and the particular polymer, the porosity of the 
polymer implant or membrane, and the degradation of 
the polymer. Depending up n the bloactive ag nt se- 
lected for delivery, the above parameters can be ad- 
justed by on skilled in the art of drug delivery to give 



the desired rate and duration of release. 

The term drug or bioactive (biologically active) 
agent as used herein Includes physiologically or phar- 

5 macologically active substances that act locally or 
systemically at a periodontal site. Representative 
drugs and biologically active agents to be used with 
the syringeable, in-situ forming, solid microporous 
implant systems include. FN, ECGF, CAE. ketanserin. 

10 HGH. animal growth hormones, FGF, PDGF, EGF, IL- 
1 , TGFp-2 ItGF-ll. HAT. OIF. BMP, and releasing fac- 
tors for any of the above. Antimio-obial agents and an- 
tibiotics can also be used. To those skilled in the art, 
other drugs or biologically active agents that can be 

15 released in an aqueous environment can be utflized 
in the described injectable delivery system. Also, va- 
rious forms of the drugs or biologically active agents 
may be used. These include forms such as un- 
charged molecules, molecular complexes, salts, 

20 ethers, esters, amides, etc.. which are biologically ac- 
tivated when injected into the body. 

The amount of drug or biologically active agent 
Incorporated into the injectable, in-situ, solid forming 
implant depends upon the desired release profile, the 

25 concentration of drug required for a biological effect, 
and the length of time that the drug has to be re- 
leased for treatment There is no critical upper limit on 
the amount of drug incorporated into the polymer sol- 
ution except for that of an acceptable solution or dis- 

30 persion viscosity. The lower limit of drug incorporated 
into the delivery system is dependent simply upon the 
activity of the drug and the length of time needed for 
treatment 

Not only can the drug Incorporated into the sys- 

35 tem be used to create a biological effect, but it can 
also be used to create the microporous structure 
needed for connective tissue ingrowth and barrier to 
epithelial migration. If the drug is highly water soluble, 
it will be dissolved or released from the polymer ma- 

40 trbc quickly and create the pores required for tissue in- 
growth. If the drug is released or dissolved slowly, the 
pores can be created at a rate similar to that for cell 
migration intothe newly formed pores. The size of the 
pores will be dependent upon the size of the drug par- 

45 tides in the polymer matrix. If the drug is insoluble in 
the polymer formulation, then discrete particles of 
drug can be properly sized or sieved before incorpor- 
ation into the polymer solution to give the desired 
pore size. If the drug is also soluble in the polymer 

50 solution, then the distribution or mixing of the drug 
within the formulation and the method by which the 
drug precipitates upon contact with water of body flu- 
ids will determine the pore sizes when the precipitat- 
ed particles are later dissolved. The por sizes can be 

55 determined by examining cross-sections of the co- 
agulated polymer matrix with scanning electron mi- 
croscopy. An average pore size and distribution can 
be calculated from these examinations. For an effec- 
tive tissue barrier, the pore sizes should be a mini- 
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mum of 3 micxons and less than 500 microns. The pre- 
ferred pore sizes should range from about 20 to 200 
microns. 

The number of pores or the percent porosity will 
depend upon the quantity of water-soluble drug or 
other water-soluble ingredients incorporated into the 
formulation. Larger quantities of such materials will 
provide more pores and a higher percent porosity. 
The percent porosity should be between 5% and 95% 
with the preferable range of 25 to 85% for optimum tis- 
sue ingrowth and structural integrity. The percent por- 
osity can be determined by a number of different 
methods including mercury intrusion porosimetry, 
specific gravity or density comparisons, and calcula- 
tions from scanning electron microscopy photo- 
graphs. To simplify the determination of porosity in 
our system, we have defined percent porosity as the 
percent water-soluble material present in the formu- 
lation. This calculation is appropriate because the 
polymer forms a membrane as soon as It contacts 
body fluid or water and the dissolution of the water- 
soluble materials, including the solvent, creates 
pores. Thus, a formulation that contains 30% polymer 
and 70% solvent or other water-soluble material 
would provide a solid polymer matrix with 70% poros- 
ity. 

Pores can also be created in the polymer matrix 
by the use of water-soluble compounds that are not 
drugs. Almost any biocompatible water-soluble mate- 
rial can be used. These materials can either be solu- 
ble in the polymer solution or simply dispersed within 
the formulation. The same parameters described 
above for the drugs govern the pore size and percent 
porosity obtained with these nondrug materials. 
Thus, the size of the particles dispersed within the 
polymer formulation determine the size of the result- 
ing pores in the solidified polymer matrix and the 
quantity of material determines the percent porosity. 
If the material is soluble in the polymer formulation, 
then the mixing or distribution of the material in the 
polymer solution and the aggregation when the poly- 
mer coagulates will determine the size of the resul- 
tant pores when the material dissolves out of the poly- 
mer matrix. A number of different water-soluble mate- 
rials can be dispersed or dissolved in the polymer for- 
mulation to give pores when they are slowly dissolved 
in the body. These include sugars, salts, and poly- 
mers. Examples are sucrose, dextrose, sodium chlor- 
ide, sodium carbonate, hydroxylpropylcellulose, car- 
boxymethylcellulose, polyethylene glycol, and polyvi- 
nylpyrrolidone. 

In all cases, the microporous solid implant 
formed with the injectable polymer solution will slowly 
biodegrade within the periodontal site and allow natu- 
ral tissue to grow and replace the implant as it disap- 
pears. Thus, wh nth material is inj cted into a soft- 
tissue def ct. it will fill that defect and provide a scaf- 
fold for natural collagen tissue to grow. This collagen 



tissue wfll gradually replace the biodegradable poly- 
mer. With hard tissue such as bone, the biodegrad- 
able fwlymer will support the growth of new bone 

5 cells which will also gradually replace the degrading 
polymer. For drug-d livery systems, the solid micro- 
porous implant formed from the injectable system will 
release the drug contained within its matrix at a con- 
trolled rate until the drug is depleted. With certain 

10 drugs, the polymer will degrade after the drug has 
been completely released. With other drugs such as 
peptides or proteins, the drug will be completely re- 
leased only after the polymer has degraded to a point 
where the non-diffusing drug has been exposed to 

15 the body fluids. 

B. Thermosetting System 

The injectable, in-situ forming, biodegradable mi- 
20 croporous implants can also be produced by cross- 
linking appropriately functionalized biodegradable 
polymers. The thermosetting system comprises reac- 
tive, liquid, oligomeric polymers which cure in place to 
form solids, usually with the addition of curing cata- 
25 lyst Although any of the biodegradable polymers pre- 
viously described for the thermoplastic system can 
be used, the limiting criteria Is that low-molecular- 
weight oligomers of these polymers or copolymers 
must be liquids and they must have functional groups 
30 on the ends of the prepolymer which can be reacted 
with acryloyi chloride to produce acrylic-ester-cap- 
ped prepolymers. 

The preferred biodegradable system is that pro- 
duced from poly(DL-lactide-co-caprolactone). or "DL- 
35 PLC". Low-molecular-weight polymers or oligomers 
produced from these materials are f lowable liquids at 
room temperature. Hydroxy-terminated PLC prepoly- 
mers may be synthesized via oopolymerization of DL- 
lactide or L-lactide and e-caprolactone with a multi- 
40 functional polyol initiator and a catalyst. Catalysts 
useful for the preparation of these prepolymers are 
preferably basic or neutral ester-interchange (trans- 
esterrf ication) catalysts. Metallic esters of carboxylic 
acids containing up to 18 carbon atoms such as fornrv 
45 ic, acetic, lauric. stearic, and benzoic are normally 
used as such catalysts. Stannous octoate and stan- 
nous chloride are the preferred catalysts, both for 
reasons of FDA compliance and performance. 

If a bifunctional polyester is desired, a bifunction- 
50 al chain initiator such as ethylene glycol is employed. 
A trifunctional initiator such as trimethylolpropane 
produces a trifunctional polymer, etc. The amount of 
chain initiator used determines the resultant molecu- 
lar weight of th polymer or copolymer. At high con- 
55 centrations of chain initiator, the assumption is made 
that one bifunctional initiator molecule initiates only 
on polymer chain. On the other hand, when th con- 
centration of bifunctional initiator is very low, each ini- 
tiator molecule can initiate two polymer chains. In any 
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case, the polymer chains are terminated by hydroxy! 
groups. In this example, the assumption has been 
made that only one polymer chain is initiated per bi- 
functlonal initiator molecule. This assumption allows 
the calculation of theoretical molecular weight for the 
prepolymers. 

The diol prepolymers are converted to acrytice- 
ster-capped prepolymers via a reaction with acryloyi 
chloride under Schotten-Baumann-like conditions. 
Other methods of converting the diol prepolymers to 
acrylicester-capped prepolymers may also be env 
ployed. 

The acrylic prepolymers and diol prepolymers are 
then cured. The general procedure for the curing of 
the prepolymers is now described: to 5.0g of acrylic 
prepolymer contained In a small beaker is added a 
solution of benzoyl peroxide (BP) in approximately 1 
mL of CH2CI2. In some cases, f Olers or additional ac- 
rylic monomers may be added to the prepolymers pri- 
or to the introduction of the BP solution. The mixtures 
are stirred thoroughly and then poured into small petri 
dishes where they are cured at room temperature in 
air or in a preheated vacuum oven. 

This thermosetting system may be used wher- 
ever a biodegradable implant is desired. For example, 
because the prepolymer remains a liquid for a short 
time after addition of the curing agent, the liquid pre- 
polymer/curing agent mixture may be placed into a 
syringe and injected into a body. The mixture then sol- 
idifies in-situ, thereby providing an implant without an 
incision. The mixture may also be placed into an inci- 
sion without the use of a syringe to form a membrane 
or implant Furthermore, a drug-delivery system may 
be provided by adding a biologically active agent to 
the prepolymer prior to injection. Once in-situ. the 
system will cure to a solid; eventually, it will biode- 
grade, and the agent will be gradually released. Ami- 
croporous structure may be formed by the dissolution 
or release of the biologically active agent, or water- 
soluble materials may be incorporated into the liquid 
prepolymer before it is injected into the body and 
cured. The same parameters described for the ther- 
moplastic system also govern the size of the pores 
formed in the implant and the percent porosity. 

Detailed Description of Examples 

The following examples are set forth as represen- 
tative of the present invention. 

Example 1 

A formulation consisting of a 5% equimolar mix- 
ture of sodium carbonate and citric acid, 34.8% 
poly(DL-lactide) (DL-PLA) and 60.2% N-methyl pyr- 
r lidone (NMP) was prepared by suspending partic- 
les of the sodium cariDonate and citric acid in the p ly- 
mer solution. The DL-PLA polymer had a molecular 



weight of about 30,000 daltons (inherent viscosity of 
0.38 dL/g). One drop of the formulation was precipi- 
tated into a vial containing phosphate-buffered saline 

5 (PBS) or water. The vial was placed in a 37*C shaker 
bath. After remaining at 37**C for a time period of at 
least 48h, the sample was removed from the fluid, 
and dried in vacuo prior to examination by SEM. Apor- 
ous structure resulted with 5\i pores and a percent 

10 porosity of 65.2%. 

Example 2 



15 



20 



30 



35 



A formulation consisting of 5% sucrose. 34.8% 
DL-PLA and 60.2% NMP was treated as in Example 
1 . A porous structure resulted with a large number of 
3\x pores and a percent porosity of 65.2%. 

Example 3 



A formulation consisting of 5% poly(vinyl pyrroli- 
done)(PVP). 34.8% DL-PLA and 60.2% NMP was 
treated as in Example 1. A porous structure resulted 
with pore sizes of 5-10^ and a percent porosity of 
25 65.2%. 

Example 4 



A formulation consisting of 10% PVP. 33.0% DL- 
PLA and 57.0% NMP was treated as in Example 1. A 
porous structure resulted with pore sizes of 5-20^ 
and a percent porosity of 67.0%. 

Example 5 



A formulation was prepared consisting of 50% 
DL-PLA and 50% NMP with two different molecular 
weights of polymer, A water-soluble low-molecular- 
weight DL-PLA with a molecular weight of 2000 dal- 
40 tons was mbced with a higher-molecular-weight DL- 
PLA with an inherentviscosity of 0.38 dL/g and an ap- 
proximate molecular weight of 30.000 daltons and dis- 
solved NMP to give a solution with a composition of 
38% low-molecular-weight DL-PLA. 12% higher mo- 
45 lecular weight DL-PLA. and 50% NMP This formula- 
tion was treated as described in Example 1 to give a 
porous structure with pores from 10-50^ and a per- 
cent porosity of 50%. 

50 Example 6 

A formulation consisting of 5% ethoxydihydro- 
sanguinarine (SaOEt). 27.5% DL-PLA and 67.5% 
NMP was treated as in ExampI 1 . SaOEt is an anti- 
55 microbial agent derived from the benzophenanthri- 
dine alkaloids. A porous structure resulted with pore 
sizes of 15-30^ and a percent porosity of 72.5%. 
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Example 7 

Aformulation consisting of 5% SaOEt. 27.5% DL- 
PLA and 67.5% NMP was treated as in Example 1. 
The difference was that the DL-PLA used in this sam- 
ple had a lower molecular weight of about 1 0,000 dal- 
tons. A porous structure resulted with pore size of 4- 
Sji. This sample was also examined by X-ray tomog- 
raphy on a wet sample. Scanned at intervals of 0.25 
mm, the samples showed porosity throughout with a 
percent porosity of 72.5%. 

Example 8 

A formulation consisting of 5.0% sanguinarine 
chloride (SaO), 47.5% DL-PLA and 47.5% NMP was 
placed in the periodontal pocket of a human. SaCI is 
an anti-microbia! and anti-inflammatory agent de- 
rived from the benzophenanthridine alkaloids. After 
28 days the samples was removed, dried in vacuo 
and examined by SEM. Small pores of 1-2^iand larger 
pores of 10-20^1 were evident with a percent total por- 
osity of 52.5%. Approximately 50% of the pores were 
10-20H. 

Example 9 

Aformulation consisting of 33% PVP. 33% 50/50 
copolymer of DL-lactide and glycolide (DL-PLG) and 
34% NMP was treated as in Example 1. A porous 
structure resulted with pore sizes of 3-1 0^. Further 
examination showed the pores in an interconnecting 
network with a percent porosity of 67%. 

Example 10 

A lypholized sample of fibronectin, a tissue 
growth and cell attachmentfactor, was added to a sol- 
ution of DL-PLA in NMP to give a dispersion with 
13.2% by weight of the lypholized fibronectin product, 
30.4% DL-PLA. and 56.4% NMP. Because the fibro- 
nectin product contained various salts as a result of 
the lypholization process, there was only 0.89% of ac- 
tive drug in the formulation. This formulation was 
added to a phosphate-buffered receiving fluid where 
it coagulated into a solid mass. The receiving fluid 
was maintained at 37*C under agitation and changed 
often to prevent a high concentration of the drug in 
the fluid. The receiving fluid was analyzed for total 
protein concentration by the Pierce BCA protein as- 
say and the cumulative percentage of drug released 
wascalculat d. After on day, about 12% of the drug 
was releas d with 25% after 2 days, 26% after 3 
days, 28% after 4 days, 30% after 5 days, and 33% 
after 7 days. The percent porosity of the initial implant 
was 56.4% with the lev I incr asing as the drug was 
released. Th per s produced were great r than 3^. 



Example 11 

Ketanserin tartrate, a serotonin antagonist and 

5 wound-healing factor, was added to a solution of DL- 
PLA in NMP to give a clear solution containing 10% 
by weight ketanserin, 33% DL-PLA, and 57% NMP. 
When this formulation was added to phosphate-buf- 
fered saline solution (pH 7.1), it coagulated into a solid 

10 mass. The receiving fluid was maintained at 37**C un- 
der agitation and exchanged frequentiy. It was noted 
that as the ketanserin released from the polymer it 
precipitated in the buffered saline solution. The pre- 
cipitated drug was filtered and dissolved in dimethyl- 

15 formamide for analysis by HPLC. The release of ke- 
tanserin was essentially constant throughout the per- 
iod of observation with about 0.8% after 1 day. 3.2% 
after 6 days, and 7.3% after 1 6 days. The percent por- 
osity of the initial implant was 57% and the pore size 

20 was 5-1 5|a. The percent porosity increased as the 
drug was released from the polymer matrix. 



Claims 

25 

1. An in-situ forming biodegradable implant for as- 
sisting the restoration of periodontal tissue in a 
periodontal pocket, comprising: 

a biodegradable polymer having a porosity 
30 in the range of 5 to 95%. wherein the porosity Is 

provided by pores having a size in the range of 3 
to 500 micrometers (microns). 

2. A biodegradable implant according to daim 1, 
35 wherein the implant includes pores having a size 

in the range of 20 to 200 micrometers (microns). 

3. A biodegradable implant according to daim 1, 
wherein the polymer is thermoplastic and dis- 

40 solved in a water-miscible liquid solvent to form 

a solution, wherein when the solution is placed in 
the pocket, the polymer is capable of forming a 
solid implant in the pocket upon dissipation of the 
solvent 

45 

4. A biodegradable implant according to daim 3, 
wherein the solution further comprises a water- 
soluble material. 

50 5. A biodegradable implant according to daim 4, 
wherein the water-soluble material is selected 
from the group consisting of sugars, salts, and 
water-soluble polymers. 

55 6. A biodegradable implant according to daim 4, 
wherein the water-solul)le material is present in 
an amount of 5 to 85 percent by weight based 
upon the total weight of the polymer. 
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7. A biodegradable implant according to dalm 3. 
wherein the polynrier is selected finoni the group con- . 
sisting of pdyiactides. pdygtycdides. pdycaprdao- 
tones, pdyanhydrides, polyamides. pdyurethanes. 
polyesteramides, pdyorthoesters. polydioxanones, 
pofyacetais, polycarbonates, pdyorthocartwnates, 
polyphosphazenes, polyhydroxybutyrates, polyhy- 
droxyvalerates. pdyalkylene oxalates, pdyalkyiene 
succinates. pdy(nnalic add). poly(amino adds), 
polyvinylpyrrolidone, polyethylene glycol, polyhy- 
droxycellulose, chitin. chitosan. and copolymers, ter- 
polymers and any combinations thereof. 

8. A biodegradable implant according to daim 3, 
wherein the solvent Is selected from the group 
consisting of N-methyl-2-pyrrolidone, 2-pyrroli- 
done, ethanol. propylene glycol, acetone, ethyl 
acetate, ethyl lactate, methyl acetate, methyl 
ethyl ketone, dimethylformamide. dimethyl sulf- 
oxide, dimethyl sulfone, tetrahydrofuran. capro- 
lactam. decylmethylsulfoxide, oleic acid, N.N- 
dlethyl-m-toluamide, and 1 -dodecyiazacydo- 
heptan-2-one and any combination and mixture 
thereof. 

9. A biodegradable implant according to daim 1, 
wherein the polymer is in a liquid state, capable 
of thermosetting, and, when placed in the pock- 
ets is capable of being cured in-situ to form the 
implant. 

10. A biodegradable implant according to daim 9, 
wherein the liquid polymer is an acrylic-ester-ter- 
minated prepolymer which when combined with a 
curing agent and placed in the pocket, is capable 
of being cured in-situ. 

11. A biodegradable implant according to daim 10, 
wherein the prepolymer comprises poly(DL- 
lactide-co-caprolactone). 

12. A biodegradable implant according to daim 1, fur- 
ther comprising a biologically active agent 

13. An in-situ forming biodegradable barrier for re- 
tarding apical migration of epithelial cells along 
the root surface of a tooth, comprising: 

a biodegradable polymer having a porosity 
in the range of 5 to 95%, wherein the porosity is 
provided by pores having a size in the range of 3 
to 500 micrometers (microns). 

14. A biodegradable barrier according to daim 13, 
wherein the barrier indudes pores having a size 
in the range of 20 to 200 micrometers (microns). 

15. A biodegradable barrier according to daim 13, 
wherein the polymer is thermoplastic and dis- 



solved in a water-misdble liquid solvent to form 
a solution, wherein when the solution Is placed 
adjacent to the root surface, the polymer is capa- 
5 ble of forming a solid implant adjacent the root 

surface upon dissipation of the solvent 

16- A biodegradable barrier according to daim 15, 
wherein the solution further comprises a water- 
10 soluble material. 

17. A biodegradable barrier according to claim 16, 
wherein the water-soluble material is selected 
from a group consisting of sugars, salts, and wa- 

15 ter-soluble polymers. 

18. A biodegradable barrier according to claim 16, 
wherein the water-soluble material is present in 
an amount of 5 to 85% by weight based upon the 

20 total weight of the polymer. 

19. A biodegradable barrier according to dalm 15, 
wherein the polymer is selected fipom the group con- 
sisting of polylactides. polyglyoolides, polycaprdac- 

25 tones, polyanhydrides, polyamides. pdyurethanes. 
pdyesteramides, pdyorthoesters, pdydioxanones, 
pdyacetals, polycarbonates, polyorthocarbonates, 
pdyphosphazenes, polyhydroxybutyrates, polyhy- 
droxyvalerates, polyalkylene oxalates, pdyalkylene 

30 sucdnates. poly(malic add). poly(amino adds), 

pdyvinylpyrrolidone. polyethylene glycd, polyhy- 
dfoxy-cellulose, chitin, chitosan, and copolymer, ter- 
pdymers and any combination and mixture thereof. 

35 20. A biodegradable barrier according to claim 15, 
wherein the solvent is selected from the group 
consisting of N-methyl-2-pyrrolidone, 2-pyrroli- 
done. ethanol. propylene glycol, acetone, ethyl 
acetate, ethyl lactate, methyl acetate, methyl 

40 ethyl ketone, dimethylformamide. dimethyl sulf- 

oxide, dimethyl sulfone, tetrahydrofuran, capro- 
lactam. decylmethylsulfoxide, oleic acid, N,N- 
diethyt-m-toluamide, and 1-dodecylazacydo- 
heptan-2-one and combinations and mixtures 

45 thereof. 

21. A biodegradable barrier according to daim 13, 
wherein the polymer is in a liquid state, capable 
of thermosetting, and, when placed adjacent to 

50 the root surface, is capable of being cured in-situ 

to form the barrier. 

22. A biodegradable barrier according to claim 21, 
wherein the liquid polymer is an acrylic-ester-ter- 

55 minated prepolymer which when combined with a 

curing agent and placed adjacent to the root sur- 
face, is capable of being cured in-situ. 

23. A biodegradable barrier according to claim 22, 
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wherein the prepolymer comprises poIy(DL- 
lactide-co-capro!actone). 

24. A biodegradable barrier according to daim 13, 5 
further comprising a biologically active agent 

25. An in-situ forming biodegradable implant for pro- 
moting guided tissue regeneration in a periodon- 
tal pocket, comprising: 

a biodegradable polymer having a porosity 
in the range of 5 to 95%, wherein the porosity is 
provided by pores having a size in the range of 3 
to 500 miorometers (microns). 

26. A biodegradable implant according to daim 25. 
wherein the implant indudes pores having a size 
in the range of 20 to 200 micrometers (microns). 

27. A biodegradable implant according to daim 25, 
wherein the polymer is thermoplastic and dis- 
solved in a water-miscible liquid solvent to form 
a solution, wherein when the solution is placed in 
the pocket, the polymer is capable of forming a 
solid implant in the pocket upon dissipation of the 
solvent. 

28. A biodegradable implant according to daim 27, 
wherein the solution further comprises a water- 
soluble material. 30 

29. A biodegradable implant according to daim 28, 
wherein the water-soluble material is selected 
from the group consisting of sugars, salts, and 
water-soluble polymers. 35 

30. A biodegradable implant according to daim 28, 
wherein the water-soluble material is present in 
an amount of 5 to 85 percent by weight based 
upon the weight of the polymer. 40 

31. A biodegradable implant according to daim 27, 
wherein the polymer is selected from the group con- 
sisting of polylactides, pdyglycolides, pdycaprolac- 
tones, pdyanhydrides, pdyamides, polyurethanes, 45 
polyesteramides, polyorthoesters, polydioxanones. 
polyacetals, polycarbonates, polyorthocarbonates, 
polyphosphazenes, polyhydroxybutyrates, polyhy- 
droxyvalerates, polyalkylene oxalates, polyalkylene 
sucdnates, poly(nr^llc add). poly(amino acids), 50 
polyvinylpyrrolidone, polyethylene glycol, polyhy- 
droxy-celiulose, chitin, chitosan, and copdymers, 
terpdymers and any combination and any mixture 
thereof. 

55 

32. A biodegradable implant according to daim 27, 
wh rein the solvent is selected from the group 
consisting of N-methyl-2-pyrrolidon , 2-pyrroli- 
d ne. ethanol, propylene glycol, acetone, ethyl 



acetate, ethyl lactate, methyl acetate, methyl 
ethyl ketone, dimethylformamide, dimethyl sulf- 
oxide, dimethyl sulfone, tetrahydrofuran, capro- 
lactam, decylmethylsulfoxide, oleic add, N.N- 
diethyl-nrvtoluamide, and l-dodecylazacydo- 
heptan-2-one and any combination and any mix- 
ture thereof. 



36. A biodegradable implant according to daim 25, 
further comprising a biologically active agent. 



Patentanspruche 

1. In situ sich bildendes, biologisch abbaubares Im- 
plantat zur Unterstutzung der Wiederherstellung 
des Periodontium-Gewebes (Zahnwurzelgewe- 
bes) in einer Periodontium-Tasche, das umfaBt 
ein biologisch abbaubares Polymer mit einer Po- 
rositat In dem Bereich von 5 bis 95 %, wobei die 
Porositat gebildet wird durch Poren mit einer Gro- 
Se in dem Bereich von 3 bis 500 ^im. 

2. Biologisch abbaubares Implantat nach Anspruch 
1 , das Poren mit einer GroRe in dem Bereich von 
20 bis 200 fim aufweist 

3. Biologisch abbaubares Implantat nach Anspruch 
1, worin das Polymer thermoplastisch ist und in 
einem mit Wasser mischbaren flussigen L6- 
sungsmittel gelost ist unter Bildung einer Losung, 
wobei dann, wenn die Losung in die Tasche ein- 
gefuhrt wird, das Polymer in der Lage ist, in der 
Tasche durch Verteilung des Losungsmittels ein 
festes Implantat zu bilden. 

4. Biologisch abbaubares Implantat nach Anspruch 

3. worin die Losung auf^endem ein wasserldsli- 
ches Material enthalt 

5. Bi logisch abbaubares Implantat nach Anspruch 

4, worin das wasserlosliche Material ausgewahit 



10 33. A biodegradable implant according to daim 25, 
wherein the polymer is in a liquid state, capable 
of thermosetting, and, when placed in the pocket, 
is capable of being cured in-situ to form said inn- 
plant. 

15 

34. A biodegradable implant according to daim 33, 
wherein the liquid polymer is an acrylic-ester-ter- 
minated prepolymer which when combined with a 
curing agent and placed in the pocket, is capable 

20 of being cured in-situ. 

35. A biodegradable implant according to daim 34. 
wherein the prepolymer comprises poly(DL- 
lactide-co-capro!actone). 

25 
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wird aus der Gruppe, die besteht aus Zuckern, 
Salzen und wasserloslichen Polymeren. 

6. Biologisch abbaubares Implantat nach Anspruch 
4, worin das wasserloslich Material in einer 
Menge von 5 bis 85 Gew.-% vorliegt. bezogen auf 
das Gesamtgewicht des Polymers. 

7. Biologisch abbaubares Implantat nach Anspruch 
3, worin das Polymer ausgewahit wird aus der 
Gruppe. die besteht aus Polylactiden, Polygly- 
coliden, Polycaprolactonen, Polyanhydriden, Po- 
lyamiden, Polyurethanen, Polyesteramiden. 
Polyorthoestern, Polydioxanonen, Polyacetalen, Po- 
lycarbonaten, Polyorthocarbonaten. Polyphospha- 
zenen. Polyhydroxybutyraten. Polyhydroxyvale- 
raten, polyalkylenoxalaten. Polyalkyiensuccin- 
aten, Poly(apfelsaure). Poly(aminosauren), Poty- 
vinylpyrrolidon. Polyethylenglycol. Polyhydroxy- 
cellulose, Chitin. Chitosan und Copolymeren, 
Terpolymeren und beliebigen Kombinationen da- 
von. 

8. Biologisch abbaubares Implantat nach Anspruch 
3. worin das Losungsmittel ausgewahit wird aus 
der Gruppe. die besteht aus N-Methyl-2-pyrroli- 
don. 2-Pyrroiidon, Ethanol, Propylenglycol. Ace- 
ton. Ethylacetat, Ethyllactat, Methyiacetat. Me- 
thylethylketon, Dimethyiformamid, Dimethylsul- 
foxid, Dimethyisulfon. Tetrahydrofuran. Capro- 
lactam, Decylmethylsulfoxid. Olsaure. N,N-Diet- 
hyl-m-toluamid und 1-Dodecylazacycloheptan-2- 
on und einer beliebigen Kombination und Mi- 
schung davon. 

9. Biologisch abbaubares Implantat nach Anspruch 
1 . worin das Polymer in einem fiussigen Zustand 
vorliegt. warmehartbar ist und, wenn es in die Ta- 
schen eingefuhrt wird. in situ gehartet (vernetzt) 
warden kann unter Biidung des Implantats. 

10. Biologisch abbaubares Implantat nach Anspruch 

9, worin das f lussige Polymer ein Prepolymer mit 
endstandigem Acrylsaureester ist, das, wenn es 
mit einem Harter kombiniert und in eine Tasche 
eingefuhrt wird. in situ ausgehartet (vernetzt) 
werden kann. 

11. Biologisch abbaubares Implantat nach Anspruch 

10, worin das Prepolymer umfaSt Poly(DL-lactid- 
co-caprolacton). 

12. Biologisch abbaubares Implantat nach Anspruch 
1. das auRerdem ein biologisch aktives Agens 
enthatt. 

13. Insitusichbildende.bi logischabbaubareSperr- 
schicht zur Verzogerung der Wanderung von 
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Epithelzellen entlang der Wurzeloberflache ei- 
nes Zahn an die Spitze, das unrtfaBt 
ein biologisch abbaubares Polymer mit einer Po- 
rt)sitat in dem Bereich von 5 bis 95 %, wobei die 
Porositat gebildet wird durch Poren mit einer Gr6- 
ae in dem Bereich von 3 bis 500 nm. 

14. Biologisch abbaubare Sperrschicht nach An- 
spruch 13. die Poren mit einer GroRe in dem Be- 
reich von 20 bis 200 ^m aufweist 



15. Biologisch abbaubare Sperrschicht nach An- 
spruch 13. worin das Polymer thermoplastisch 

15 und in einem mit Wasser mischbaren fiussigen 

Losungsmittel gelost ist unter Biidung einer Lo- 
sung. wobei dann. wenn die Losung benachbart 
zur Wurzeloberflache angeordnet ist das Poly- 
mer in der Lage ist. nach der Verteilung des Lo- 

20 sungsmittels benachbart zu der Wurzeloberfla- 

che ein festes Implantat zu bilden. 

16. Biologisch abbaubare Sperrschicht nach An- 
spruch 15. worin die Losung auBerdem ein was- 

25 serlosliches Material enthalL 

17. Biologisch abbaubare Sperrschicht nach An- 
spruch 16, worin das wasserlosliche Material 
ausgewahit wird aus einer Gruppe, die besteht 

30 aus Zuckern. Salzen und wasserloslichen Poly- 

meren. 

18. Biologisch abbaubare Sperrschicht nach An- 
spruch 16. worin das wasserlosliche Material in 

35 einer Menge von 5 bis 85 Gew.-%, bezogen auf 

das Gesamtgewicht des Polymers, vorliegt. 

19. Biologisch abbaubare Sperrschicht nach An- 
spruch 15. worin das Polymer ausgewahit wird 

40 aus der Gruppe, die besteht aus Polylactiden. 

Polyglycoliden, Polycaprolactonen. Polyanhydri- 
den. Polyamiden, Polyurethanen, Polyesterami- 
den, Polyorthoestern. Polydioxanonen. Polyace- 
talen. Polycarbonate n, Polyorthocartjonaten. 

45 Polyphosphazenen, Pdyhydroxybutyraten, Polyhy- 

droxyvaieraten, Polyalkyienoxaiaten, Polyalkyl- 
ensuccinaten, Poly(apfelsaure). Poly(aminosau- 
ren). Polyvinylpyrrolidon. Polyethylenglycol, Po- 
lyhydroxycellulose, Chitin, Chitosan und Copoly- 

50 meren, Terpolymeren und irgendeine beliebige 

Kombination und Mischung davon. 

20. Biologisch abbaubare Sperrschicht nach Anspruch 
15. wcffin das Losungsmittel ausgewahit wird aus 

55 der Gruppe. die besteht aus N-Methyl-2-pyrrolidon. 

2-Pyrrolidon. Ethanol. Propylenglycol. Aceton. 
Ethylacetat. Ethyllactat, Methyiacetat. Methylet- 
hylketon. Dimethyiformamid. Dimethylsulfoxid. 
Dimethyisulfon. Tetrahydrofuran, Caprolactam. 
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Decylmethylsulfoxid, Olsaure. N.N-Diethyi-m-to- 
luamid und 1-Dodecyla2acycloheptaa-2-on und 
Kombinationen und Mischungen davon. 

21. Bioiogisch abbaubare Sperrschicht nach An- 
spruch 13. worin das Polymer in einem f lussigen 
Zustand vorliegt. warmehartbar ist und. wenn es 
benachbartzu der Wurzeloberflache angeordnet 
wird. in der Lage ist, in situ auszuharten (zu ver- 
netzen) unter Bildung der Sperrschicht 

22. Bioiogisch abbaubare Sperrschicht nach An- 
spruch 21. worin das flussige Polymer ein 
Prepolymer mit endstandigem Acrylester ist. das 
dann, wenn es mit einem Harter kombiniert ist 
und benachbart zu der Wurzeloberflache ange- 
ordnet ist, in der Lage ist, in situ ausgehartet (ver- 
netzt) zu werden. 

23. Bioiogisch abbaubare Sperrschicht nach An- 
spruch 22. worin das Prepolymer umfaSt 
Poly(DL-lactid-co-caprolaton). 

24. Bioiogisch abbaubare Sperrschicht nach An- 
spruch 13, die auRerdem ein bioiogisch aktives 
Agens enthalt. 

25. In situ sich bildendes bioiogisch abbaubares Inv 
plantat zur Forderung der gezielten (gesteuerten) 
Geweberegenerierung in einer Periodontlum- 
Tasche. das umfaBt 

ein bioiogisch abbaubares Polymer mit einer Po- 
rositat in dem Bereich von 5 bis 95 %. wobei die 
Porositat gebildet wird durch Poren mit einer Gro- 
Be in dem Bereich von 3 bis 500 jim. 

26. Bioiogisch abbaubares Implantat nach Anspruch 
25. das Poren mit einer GroBe in dem Bereich von 
20 bis 200 \ixu aufweist. 

27. Bioiogisch abbaubares Implantat nach Anspruch 
25, worin das Polymer thermoplastisch und in ei- 
nem mit Wasser mischbaren flussigen Losungs- 
mittel geldst ist unter Bildung einer Losung. wobei 
dann. wenn die Losung in die Tasche eingefuhrt 
wird. das Polymer in der Lage ist, nach der Ver- 
teilung des Losungsmittels in der Tasche ein te- 
stes Implantat zu bilden. 

28. Bioiogisch abbaubares Iniplantat nach Anspruch 

27, worin die Losung au&erdem ein wasserldsti- 
ches Material enthalt 

29. Bioiogisch abbaubares Implantat nach Anspruch 

28. worin das wasserldsliche Material ausge- 
wahlt wird aus d r Gruppe, die besteht aus 
Zuckern, Salzen und wasserloslichen Polyme- 
ren. 



30. Bioiogisch abbaubares Implantat nach Anspruch 
28, worin das wasserlosliche Material in einer 
Menge von 5 bis 85 Gew.-%. bezogen auf das 

5 Gewicht des Polymers, vorliegt 

31. Bioiogisch abbaubares Implantat nach Anspruch 
27, worin das Polymer ausgewahit wird aus der 
Gruppe, die besteht aus Polylactiden, Polygty- 

10 coliden, Polycaprolactonen, Polyanhydriden, Po- 
lyamiden, Polyurethanen, Polyesteramiden, 
Polyorthoestern, Pdydioxanonen. Pdyacetalen. 
Polycarbonaten, Pdyorthocarbonaten. Polyphos- 
phazenen, Polyhydroxybutyraten, Polyhydroxy- 

15 valeraten, Polyalkylenoxalaten, Polyalkylensuc- 

cinaten, Poly(apfelsaure). Poly(aminosauren), 
Polyvinylpyrrolidon. Polyethyienglycol, Polyhy- 
droxycellulose, Chitin, Chitosan und Copolyme- 
ren, Terpolymeren und irgendeine beliebige Konrv 

20 bination und Mischung davon. 

32. Bioiogisch abbaubares Implantat nach Anspruch 
27. worin das L5sungsmittet ausgewahit wird aus 
der Gruppe, die besteht aus N-Methyl-2-pyrroIi- 

25 don, 2-Pyrralidon. Ethanol, Propylenglycol. Ace- 

ton, Ethylacetat, Ethyllactat. Methylacetat, Me- 
thylethylketon. Dimethylformamid. Dimethylsul- 
foxid. Dimethylsulfon, Tetrahydrofuran, Capro- 
lactam, Decylmethylsulfoxid, Olsaure. N,N-Diet- 

30 hyi-m-toluamid und 1-Dodecylazacydoheptan-2- 

on und Kombinationen und Mischungen davon. 

33. Bioiogisch abbaubares Implantat nach Anspruch 
25. worin das Polymer in einem flussigen Zu- 

35 stand vorliegt. warmehartbar ist und. wenn es in 

der Tasche angeordnet wird, in der Lage ist, in 
situ auszuharten (zu vernetzen) unter Bildung 
der Sperrschicht 

40 34. Bioiogisch abbaubares Implantat nach Anspruch 

33. worin das flusige Polymer ein Prepolymer mit 
endstandigem Acrylester ist, das dann, wenn es 
mit einem Harter kombiniert ist und benachbart 
zu der Wurzeloberflache angeordnet ist, in der 

45 Lage ist, in situ ausgehartet (vernetzt) zu wer- 

den. 

35. Bioiogisch abbaubares Implantat nach Anspruch 

34, worin das Prepolymer umfaBt Poly(DL-lactid- 
50 co-caprolacton). 

36. Bioiogisch abbaubares Implantat nach Anspruch 
25, das auBerdem ein btologisch aktives Agens 
enthalt 

55 

Rev ndlcati ns 

1 . Implant biod6gradabIe se formant in situ pour an 
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der d la restauration du tissu periodontal dans un 
cul-de-sac p6riodontaire, connprenant 
un polym^re biod6gradable ayant une porosity 
comprise dans un intervalle allant de 5 d 95%, ou 
la porostte est assur^e par des pores ayant une 
tailie allant de 3 § 500 micrometres (mtaons). 

2. Implant biodegradable selon la revendicatlon 1 , 
I'implant Induant des pores ayant une tailie allant 
de 20 d 200 micrometres (miCTons). 

3. Implant biodegradable selon la revendicatlon 1. 
dans lequei le polymere est thernrK)plastique et 
dissous dans un solvant liquide miscibte k Teau 
pour former une solution, ou lorsque la solution 
est placee dans le cul-de-sac. le polymere est ca- 
pable de former un implant solide dans le cul-de- 
sac lors de la dissipation du solvant. 

4. Implant biodegradable selon la revendicatlon 3, 
dans lequei la solution comprend en outre une 
matiere soluble dans Teau. 

5. Implant biodegradable selon la revendicatlon 4. 
dans lequei la matiere soluble dans Teau est choi- 
sie dans le groupe constitue par les sucres, les 
sels et les polymeres solubles dans Teau. 

6. Implant biodegradable selon la revendicatlon 4, 
dans lequei la matiere soluble dans Teau est pre- 
sente en une quantite de 5 ^ 85% en poids sur la 
base du poids total du polymere. 

7. Implant biodegradable selon la revendicatlon 3, 
dans lequei le polymere est choisi dans le groupe 
constitue par les polylactides, les polyglycolides, 
les polycaprolactones, les polyanhydrides, les 
polyamides, les polyurethanes. les polyesterami- 
des, les polyorthoesters. les polydioxanones, les 
polyacetals, les polycarbonates, les polyortho- 
carbonates, les polyphosphazenes, les polyhy- 
droxybutyrates, les polyhydroxyval6rates, les 
oxalates de polyalcoyiene, les succinates de po- 
lyalcoyiene, les polymeres d'acide mallque, les 
polymeres d'acides amines, la polyvinylpyrrolido- 
ne, le polyethylene glycol, la polyhydroxy-cellulo- 
se, la chitine, le chitosane, et leurs copolymeres, 
terpolymeres et n'importe laquelle de leurs 
combinaisons. 

8. Implant biodegradable selon la revendicatlon 3, 
dans lequei le solvant est choisi dans le groupe 
constitue par la N-methyl-2-pyrrolidone, la 2- 
pyrrolidone, rethanol, le propylene glycol, rac6- 
tone, I'acetate d'ethyle, le lactate d*6thyle. Tace- 
tated methyle. la methyl-ethyl-cetone. 1 dime- 
thylformamide, le dim6thyIsulfoxyde, la dim6- 
thylsulfone, le tetrahydrofuranne, le caprolacta- 



me, le decyimethylsulfoxyde, Taclde ol6ique, le 
N.N-di6thylm-toluamide etia 1-dodecylazacydo- 
heptan-2-one, et n'importe laquelle de leurs 
5 combinaisons et melanges. 

9. Implant biodegradable selon la revendication 1, 
dans lequei le polymere est d retat liquide. capa- 
ble de durcir d la chaleur et est capable, une fois 

10 place dans les culs-de-sacs. de durcir in situ pour 
former Timplant 

10. Implant biodegradable selon la revendication 9. 
dans lequei le polymere liquide est un prepolyme- 

15 re e terminaison d'ester acrylique qui lorsqu'on le 

combine avec un agent de durcissement et qu'on 
le met dans le cul-de-sac est capable de durcir in 
situ. 

20 11. Implant biodegradable selon la revendication 10, 
dans lequei le prepolymere comprend la poly{DL- 
lactide-cocaprolactone). 

12. Implant biodegradable selon la revendication 1, 
25 comprenant en outre un agent biologiquement 

actif. 

1 3. Barriere biodegradable se formant In situ pour re- 
tarder la migration apicale des cellules epitheiia- 

30 les le long de la surface de la racine d'une dent, 

comprenant; 

un polymere biodegradable ayant une porosite 
comprise entre 5 et 95%, la porosite etant assu- 
ree par des pores d'une tailie allant de 3 ^ 500 mi- 
35 crometres (microns). 

14. Barriere biodegradable selon la revendication 1 3, 
ou la barriere inclut des pores ayant une tailie al- 
lant de 20 200 micrometres (microns). 

40 

1 5. Barriere biodegradable selon la revendication 1 3, 
ou le polymere est thermoplastique et dissous 
dans un solvant liquide miscible k i'eau pour for- 
mer une solution, ou lorsque la solution est dispo- 

45 see e c6te de la surface de la racine, le polymere 

est capable de former un implant solide 6 c6te de 
la surface de la racine lors de la dissipation du 
solvant. 

so 16, Barriere biodegradable selon la revendication 1 5, 
ou la solution comprend en outre une matiere so- 
luble dans Teau. 

1 7, Barriere biodegradable selon la revendication 1 6. 
55 ou la matiere soluble dans Teau est choisie dans 

un groupe constitue par les sucres, les sels et les 
polymeres solubles dans I'eau. 

18. Barriere biodegradable selon la revendication 1 6, 
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ou la mati§re soluble dans Veau est pr6sente en 
une quantity de 5 d 85% en poids sur la base du 
poids total du polymSre. 

1 9. Barri^re biodegradable selon la revendication 1 5. 
ou le polymdre est choisi dans le groupe constttu^ 
par les polylactides. les polyglycolides, les poly- 
caprolactones, les polyanhydrides, les polyamt- 
des, les polyur^thanes, les polyesteramides, les 
polyorthoesters, les polydioxanones, les polya- 
c^tals, les polycarbonates, les polyorthocarbo- 
nates, les polyphosphazdnes. les polyhydroxybu- 
tyrates, les polyhydroxyval^rates, les oxalates de 
polyalcoyl^ne, les succinates de polyalcoyi^ne, 
les polym^res d'acide malique, les polym^res 
d'acides amin6s, la polyvinylpyrrolidone, le po- 
lyethylene glycol, la polyhydroxy-cellulose. la chi- 
tine. le chitosane, et leurs copolymeres, terpoly- 
meres et n'importe taquelle de leurs combinai- 
sons et melanges. 

20. Barriere biodegradable selon la revendication 15, 
dans laquelle le solvant est choisi dans le groupe 
constitue par la N-m6thyl-2-pyrrolidone, la 2- 
pyrrolidone, rethanol, le propylene glycol, race- 
tone, Tacetate d'ethyle, le lactate d'ethyle, Tace- 
tate de methyle. la methyl-ethyl-c6tone, le dime- 
thylformamide, le dim6thylsulfoxyde, la dime- 
thylsulfone, le tetrahydrofuranne, le caprolacta- 
me, le decylmethylsulfoxyde, I'acide oieique. le 
N,N-dl6thyl-m-toluamide, et la 1-dodecylazacy- 
cloheptane-2-one et leurs combinaisons et me- 
langes. 

21 . Barriere biodegradable selon la revendication 1 3. 
ou le polymere est k retat liquide, capable de dur- 
cir d la chaleur, et, lorsqu'i! est place ^ cdte de la 
surface de la racine, est capable d'etre durci In 
situ pour former la barriere. 

22. Barriere biodegradable selon la revendication 21 , 
ou le polymere liquide est un prepolymere e ter- 
minaison ester acrylique qui lorsqu'on le combine 
avec un agent de durcissement et qu'on le place 
e cdte de la surface de la racine. est capable 
d'etre durci in situ. 

23. Barriere biodegradable selon la revendication 22, 
ou le pr6polym6re comprend la poly(DL-lactide- 
co-caprolactone). 

24. Barriere biodegradable selon la revendication 1 3, 
comprenant en outr un agent biologiquement 
actif. 

25. Implant biodegradable se formant in situ pour fa- 
voriser la regeneration tissulaire guide dans un 
cul-de-sac periodontaire, comprenant 



un polymere biodegradable ayant une porosite 
comprise entre 5 et 95%, ou la porosite est assu- 
ree par des pores ayant une taille comprise entre 
5 3 et 500 micrometres (microns). 

26. Implant biodegradable selon la revendication 25, 
Timplant induant des pores ayant une taille allant 
de 20 a 200 micrometres (microns). 

10 

27. Implant biodegradable selon la revendication 25, 
dans lequel le polymere est thermoplastique et 
dissous dans un solvant liquide miscible ^ I'eau 
pour former une solution, oCi lorsque la solution 

IS est plac6e dans le cui-de-sac, le polymere est ca- 

pable de former un implant solide dans le cul-de- 
sac tors de la dissipation du solvant. 

28. Implant biodegradable selon la revendication 27, 
20 dans lequel la solution comprend en outre une 

matiere soluble dans I'eau. 

29. Implant biodegradable selon la revendication 28, 
dans lequel la matiere soluble dans I'eau est choi- 

25 sie dans le groupe constitue par les sucres, les 

sels et les polymeres solubles dans I'eau. 

30. Implant biodegradable selon la revendication 28, 
dans lequel la matiere soluble dans I'eau est pre- 

30 sente en une quantite de 5 e 85% en poids sur la 

base du poids du polymere. 

31. Implant biodegradable selon la revendication 27, 
dans lequel le polymere est choisi dans le groupe 

35 constitue par les polylactides, les polyglycolides. 

les polycaprolactones. les polyanhydrides. les 
polyamides, les polyurethanes, les polyesterami- 
des, les polyorthoesters, les polydioxanones. les 
polyacetals, les polycarbonates, les polyortho- 

40 carbonates, les polyphosphazenes, les polyhy- 

droxybutyrates, les polyhydroxyval6rates, les 
oxalates de polyalcoyiene, les succinates de po- 
lyalcoyiene, les polymeres d'acide malique, les 
polymeres d'acides amines, la polyvinylpyrrolido- 

45 ne, le polyethylene glycol, la polyhydroxy-cellulo- 

se, la chitine, le chitosane, et leurs copolymeres, 
terpolymeres et n'importe laquelle de leurs 
combinaisons et melanges. 

50 32. Implant biodegradable selon la revendication 27, 
dans lequel le solvant est choisi dans le groupe 
constitue par la N-m6thyl-2-pyrrolidone. la 2- 
pyrrolidone. rethanol, le propylene glycol, I'ace- 
tone. I'acetate d'ethyle. le lactate d'ethyle. I'ace- 

55 tate de methyle. la m6thyl-6thyl-c6tone, le dim6- 

thylformamide, le dimethylsulfoxyde, la dime- 
thylsulfone, le tetrahydrofuranne, le caprolacta- 
me, le decylmethylsulfoxyde. I'acide ol6iqu . le 
N.N-diethyl-nrv-toluamide. et la 1-dodecylazacy- 
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cloheptane-2-one. et n'importe laquelle de leurs 
combinaisons et melanges. 

33. Implant bbd^radable selon la revendication 25. 5 
dans lequel le polym^re est d Tdtat liqulde, capa- 
ble de durcir d la chaleur et. lorsqu'O est p!ac6 
dans le cul-de-sac. est capable de durcir in situ 
pour fornner ledit Implant 

10 

34, Implant biodegradable selon la revendication 33. 
dans lequel le polym^re liquide est un pr^potym^ 
re d terminaison ester acrytique qui lorsqu'il est 
combin§ avecun agent de durcissementet dispo- 
se dans le cul-de-sac. est capable de durcir in is 
situ. 



35. Implant biod^radable selon la revendication 34. 
ou le pr6polym6re comprend la poly(DL-lactide- 
co-caprolactone). 20 

36. Implant biod^radable selon la revendication 25. 
comprenant en outre un agent biologiquement 
actif. 

25 
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